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Ink additives for Improved ink-Jet performance, _ 

© Oxo anions (both singly and multiply charged), 
such as phosphates, polyphosphates, and phosphate 
esters, serve as additives, and In the case of caiionic 
dyes, may serve as replacement counter-ions, for 
use in thermal ink-jet inks to reduce kogation signifi- 
cantly. The addition of such additive essentially 
eliminates kogation for the life of ink pens. Further, 
such additives will prevent kogation for inks contain- 
ing dyes with negatively-charged water-solubilrzing 
groups, such as sulfonate and carboxyiate. 



in 
in 

CM 



Ou 
LU 



Xeicx Copy Centre 



PAK 21/63 * RCW AT S16Q006 4:54:11 PM {Eastern DayBght Tone] * SVR:USPT0{FXRF-V16 * DNIS:Z738300 * CSJD:704 331 7707 \DURATI0N (rrarhss):18^8 



2006/MAY/16/TUE 05:08 PM IP LEGAL - CLARIANT 



FAX No. 704 331 7707 



P. 022 



EP 0 425 150 A2 



INK ADDFT1VES FOR. IMPROVED INK-JET PERFORMANCE 



TECHNICAL FIELD 



The present invention relates to inks used In 
Ink-Jet printers, and, more particularly, to an Ink 
used jn thermal Ink-jet printers having Improved 
kogation properties. 



ions are lithium and tetrameihylammoniunv 

The need remains for the development of Inks 
having reduced kogation, and hence longer life, 
using low cost chemicals with minimal additional 
5 processing. 



DISCLOSURE OF INVENTION 



BACKGROUND ART 



Thermal ink-Jet printers offer a low cost high 
quality, and comparatively noise-free option to oth- 
er types of printers commonly used with comput- 
ers. Such printers employ a resistor element in a 
chamber provided with an egress for ink to enter 
from a plenum. The plenum is connected to a 
reservoir for storing the Ink. A plurality of such 
resistor elements are arranged in a particular pat- 
tern, called a primitive, in a prlnthead. Each resistor 
element is associated with a nozzle In a nozzle 
plate, through which ink Is expelled toward a print 
medium. The entire assembly of prlnthead and 
reservoir comprise an ink-jet pen. 

In operation, each resistor element is connect- 
ed via a conductive trace to microprocessor, where 
current-carrying signals cause one or more se- 
lected elements to heat up. The heating creates a 
bubble of Ink in the chamber, which is expelled 
through the nozzle toward the print medium. In this 
way, firing of a plurality of such resistor elements 
in a particular order in a given primitive formB 
alphanumeric characters, performs area-fill, and 
provides other print capabilities on the medium. 

A problem with Inks used in such thermal Ink- 
jet printers is that the repeated heating of the 
resistor element over several hundreds of thousand 
or over millions of firings can cause breakdown of 
the ink, with consequent fouling of the surface of 
the resistor element This process" has bean termed 
* kogation", which is defined as the build-up of 
residue (koga) on the resistor surface* The build-up 
of residue degrades pen performance. 

Various ink compositions and processes have 
been developed In an effort to reduce kogation. For 
example, & the anionic dyes (sulfonate or carbox- 
ylate) commonly employed in aqueous Inks used in 
thermal Inkjet printing, sodium is generally the 
counter-ion used. However, while dyes containing 
sodium counter-ions generally provide good print 
quality, sodium counter-ions have baen found to 
contribute to the kogation problem. 

One solution has been to parttany or totally 
eliminate sodium. Successful replacement counter- 
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In accordance with the Invention, oxo anions 
serve as additives, and in the case of cationlc 
dyes, may serve as replacement counter-ions, for 
use In thermal ink-jet inks to reduce kogation sig- 

75 nrficantly. The oxo anions of tiia Invention may be 
singly or multiply charged. 

The addition of such additive essentially elimi- 
nates kogation for the Trie of ink pens, such as 
those used In Hewlett-Packard's Deskjet printer. 

so Further, such additives will prevent kogation for 
inks containing dyes with nega tively-charged 
water-soiubilizing groups, such as sulfonate and 
carboxylase. 

,25 

BRIEF DESCRIPTION OF THE DRAWINGS 



FIG. 1, ,on coordinates of weight (in nanograms, 
30 ng) and number of cycles (resistor firings), is a 
plot of drop weight versus cycles for three dif- 
ferent energies of an Ink not including the ad- 
ditive of the invention, depicting the effect of 
kogation on drop weight out to 5 million cycles; 
36 j&nd 

FIG. 2 is a plot similar to that of FK3. 1, but for 
an ink containing the additive of the Invention, 
depicting essentially no kogation out to 10 mil- 
Gon cycles. 

40 

best modes for carving out the inven- 
" Wh 



46 Inks benefitted by the practice of the Invention 
comprise a vehicle and a dye. The vehicle typically 
comprises one or more water-miscible organic 
compounds, such as a glycol or glycol ether and 
water. The dye may be any of the anionic or 

so cationlc dyes. The dye is typically present tn an 
amount ranging from about 1 to 12% (by weight), 
although more or less dye may be used, depend- 
ing on the vehicle/dye system, the desired optical 
density, etc. Typically, the dye concentration is 
about 2 to B% (by weight). All amounts herein are 
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by weight, unless otherwise indicated. 

Particularly employed as inks herein are 1CI 
dyes 288 and 287, preferably In a 50-50 mixture. 
However, any of the well-known dyes may alter- 
nately be used. 

The particular waier-miscible organic com- 
pounds and their concentrations does net form a 
part of this invention. However, examples of such 
compounds Include glycols such as ethylene gly- 
col, diethylene glycol, propylene gly col, polyethyl- 
ene glycol, etc, and pyrrolldones, such as 2-pyr- 
roGdone, Usually, the glycol is present in an 
amount up to about 50%, and more typically up to 
about 10%, with the balance water. The pyrrolidine 
is usually present in an amount of about 7 to 10%, 
with the balance water. 

Other additives may be added to the ink. such 
as fungicides, bactericides, pH adjusters, and the 
like, as Is well-known. Such additives, and the 
materials comprising the vehicle and dye are of a 
purity commonly found In normal commercial prac- 
tice. 

In accordance with the invention, the addition 
of a compound containing an oxo anion signifi- 
cantly reduces kogation, and may even eliminate it 
entirely. Examples of such oxo anions include 
phosphates (both P(V~ and PQzO?*^ and phos- 
phate esters (both mono-organo. ROPOa 2 " and di- 

- " organo. (RO^PO*") For the phosphate esters, ft is 

an alkyl or aromatic group. The R groups for the 
di-organo phosphates may be the same or Dif- 
ferent The organic R group can also be substituted 
with various functional groups-)- Further examples 
of oxo anions beneficially employed in the practice 
of the Invention include, in descending order of 
preference, arsenate (AsO* 3 ~), molybdate 
{M07O2* 6 -), sulfate {SO* 2 -} sniffle (SOa 2 "), and 
oxalate (CaO* 2 "). Anions other than these may not 
have a beneficial effect For example, nitrate and 
thiocyanate anions are Ineffective with the 1CJ dyes 
mentioned above. As used herein, an oxo anion is 
a class of anions in which various elements are 
bound to oxy-gen and which bear an overall nega- 
tive charge in aqueous solution. 

The most effective additive to date are phos- 
phate salts; added either as dibasic (HPCU 2- ). 
monobasic (HaPO* 2 ^), polyphosphates such as 
diphosphate (P s Or*-), or phosphate esters. 

The phosphate species in solution is deter- 
mined by the pH of the ink. in the pH range of 6 to 
9 (typical for inks containing ICI dyes), the pre- 
dominate species for both mono end dibasic phos- 
phate is HPO* 2 ". 

FIG. 1 depicts a measure of kogation from an 
; ink comprising a vehicle of 10% 2-pyrroiidone and 

1 0.2% sodium borate, the balance water, and 2,2% 

j of a 50-50 mixture of ICI 286/2B7 dyes (NH^ 

form). The pH was adjusted to &5 with NH*OH. in 
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this ink, no additive was used, and tt is clear that 
there is a targe decrease in drop • volume 
(determination is by weight) with this Ink, beginning 
almost immediately. 
5 For comparison, kogation results for the same 

base Ink composition with 0.1 wt% ammonium 
phosphate are depicted in FIG. 2. The addition of 
ammonium phosphate clearly yields an ink with 
constant drop volume. This ink evidences substan- 
10 tially flat behavior even out to 30 million cyctes. 

The selection of the counter-ion le not critical, 
other than it not adversely interfere with the reduc- 
tion in kogation- Examples of suitable cations in- 
clude alkali metals, ammonium, and alkyl ammo- 
*5 nium. An especially efficacious compound cs am- 
monium phosphate. Phosphate ion can also be 
added as phosphoric acid (H 3 PO<), along with neu- 
tralization with an appropriate base. 

The concentration of the kogaflon-reducing ad- 
2D ditive (anions) of the invention ranges from about 9 
mgrt- to 14 wt%, based on the oxo anion. Less than 
about 9 mg/L, while effective, is not enough to 
yield stable drop volumes out to several million 
firings. Greater than about 14 wt% provides no 
25 further benefit Preferably, the concentration of the 
oxo anion ranges from about 0.01 to 1 wt%. 

As Indicated earlier, kogation degrades pen 
performance. A decrease in pen performance can 

be monitored by measuring (weighing) drops fired — 

so from a pen. A change In drop volume indicates the 
formation of resistor residues. 

Without subscribing to any particular theory, it 
appears that the kogation effect is due to adsorp- 
tion of dye andfor decomposition products of ink on 
55 the resistor surface. The appearance and Increase 
in adsorbed dye or decomposition products appar- " 
ently reduces the volume of ink fired. The additive 
of the invention Is believed to eliminate or reduce 
the adsorption process. 
40 The addition of ammonium phosphate to inks 
at relatively low concentrations (0.02 to 0*5%) 
yields inks which have constant drop volumes out 
to many million drops. For example, inks containing 
such amounts of ammonium phosphate have 
45 shown that ink volumes remain constant to at least 
30 million drops. The same inks without ammonium 
phosphate do not have constant drop volumes, as 
Indicated earlier with reference to FIGS. 1 and 2. 
Examination of the resistors from inks without 
50 end wrth the addition of ammonium phosphate 
shows that there is a large amount of residue 
(toga) on resistors for inks without phosphate fired 
only to 5 million cycles and essentially clean resis- 
tor surfaces tor inks containing phosphate when 
66 fired twice that number of cycles (10 mllHon). 

Auger Electron Spectroscopy has determined 
that the resistor residue primarily comprises car- 
bon. Other elements, such as nitrogen, oxygen, 
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and sulfur are at relatively lower concentrations. 
The resistor surfaces exposed to non-phosphate 
containing inks have a thick carbon layer 
(corresponding to adsorbed dye) and/or ink de- 
composition products, whereas the resistor sur- 
faces exposed to phosphate-containing inks have 
only a very thin carbon layer, together with some 
phosphorus. Apparently, phosphate is being ad- 
sorbed on the resistor surface, and prevents the 
adsorption of dye and/or Ink decomposition pro- 
ducts thereon. 

Interestingly, the foregoing suggests that the 
process of kogation is reversible, indeed, pens 
have been kogated by firing with an ink that does 
not contain phosphate to several million cycles until 
the drop volumes decrease con slderably. Refilling 
these pens with a phosphate-containing Ink yields 
complete recovery of the pen- That is, the drop 
volumes rise to a "normal level" of about 140 pU 

The pH of the inks is adjusted to be within the 
rang© of about 3 to 10, and preferably about 8 to 9 
for the ICI dye examples discussed herein, using 
commonly-employed pH adjusters. 



INDUSTRIAL APPLICABILITY 



on an analytical balance. An average weight is 
obtained and is commonly referred to ae drop 
volume in pfcollters (pL). The current test operates 
at three different energies (15%, 30%, and 45%) 
s over that required to fire a droplet from a nozzle in 
order to obtain a range of performance (OE). In a 
given printer and a given pen under normal operat- 
ing conditions, a pen will be operating at a single 
energy. 

io The results are depicted In FIG, 2, as dis- 
cussed above. In FIG- 2 (and In FIG. 1), the dashed 
line represents 15% OE, the heavy solid flne repre- 
sents 30% OE, and the light solid line represents 
45% OE. 



Example 3: 

For comparison, the same Ink as In Example 1 
bo was prepared, but omitting the ammonium phos- 
phate. The ink was tested as In Example 2. The 
results are depicted in FIG. 1, as discussed above. 

Clearly, the ink without ammonium phosphate 
is seen to exhibit kogaton within a very short 
25 number of cycles, while the Ink containing ammo- 
nium phosphate is stable against fcogation out to at 
least 10 million cycles. 



trie oxb anion eddrrJve of the invention Is ex 1 " 
pected to find use in inks used In thermal ink-jet 
printers. 



EXAMPLES 



Example 1: 

In this example, the preparation or an ink con- 
taining phosphate Is.described. 

The Ink comprised a vehicle of 10% 2-pyr- 
rolidone, 0.2% sodium borate as a pH buffer, and 
the balance deionized water and 2^% of 50-50 ICI 
2677287 dye- Monobasic ammonium phosphate 
(NH4H2PO4) was added to the foregoing ink to 
provide a concentration of 0.1 wt% therein. The 
initial pH was adjusted to 8.5 with concentrated 
NH*OH. 



30 Example 4: 



A mixture of dimethyl phosphate (55%) and 
monomethyl phosphate (45%) was added to an ink 
which was the same as in Example 3, except that 
the amount of pyrroEdone in the vehicle was 7.5%. 
The total phosphate ester concentraiion was 0.5 
wt% and tha pH of the ink was adjusted to 8-5- 
This ink had stable drop volumes when tested to 
4£ million cycles. 



45 



Example 5: 

Addition of 0.2% ammonium phosphate to an 
ink prepared with the sodium form of Direct Black 
168 (1.9 wt%) In a vehicle Of 5.5% diethylene 
glycol, balance water, yielded excellent results. The 
drop volumes were constant when tested to 9 mil- 
lion cycles. 



Example 2: 

The ink from Example 1 was tested for koge- 
tion out to 10 million cycles. The parameter which 
has been used to evaluate the effectiveness of an 
additive Is drop volume. In this test droplets eject- 
ed from a pen are collected and weighed in a pan 



Example 6: 

Addition of 0.5% of a mixture of dimethyl phos- 
55 phate (55%) and monomethyl phosphate (45%) to 
an ink prepared with the lithium form of Acid Red 
27 (3 wt%), a magenta dye, In a vehicle of 5.5 wt% 
(Methylene glycol, balance water, yielded stable 
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drop volumes for all energies when tested to 4.8 
million cycles, 



Example 7: 

Addition of 0.2% ammonium phosphate to an 
ink prepared with Acid Red 27 (3 wt%) In a vehicle 
of 5.S wt% diethylene glycol, balance water, yield- 
ed stable drop volumes for all energies tor all 
energies (15%, 30%. 45% OE) after an Initial rise, 
which converged at approximately 160 pl_ Each 
OE curve rose at a different rate and was stable 
after 0.4 million for 45% OE 1-4 million for 30% 
OE, and approximately 3 million for 15% OE. This 
demonstrates that after some initial "break-in pe- 
riod", phosphate stabilized the drop volumes at a 
high level, giving excellent results. 

Thus, there has been disclosed an additive tor 
reducing or eliminating kogation in inks used in 
thermal Ink-jet printers, it will be readily apparent to 
those skilled in this art that various changes and 
modifications of an obvious nature may be made, 
and all such changes and modifications are consid- 
ered to fall within the scope of the invention as 
defined by the appended claims. 



about 9 mg/L to 14 wt%. 

11. The ink of claim 10 wherein said at least one 
oxq anion is present in an amount ranging from 
about 0.01 to 1 wt%. 
s fc 12. A method of reducing kogation in an ink used 
in thermal ink-Jet printers, said ink comprising a 
vehicle and a dye, characterised in that the mk is 
as claimed in any of claims 1 to 11, 



Claims 



30 



1. An ink for thermal ink-Jet printing comprising a 
vehide and a dye. characterized by the presence 
of at least one oxo anion therein. 

2. The Ink of Claim 1 wherein said vehicle com- 
prises at least one glycol end the balance water. S5 

3. The ink of Claim 2 wherein said vehicle com- 
prises up to about 10 wt% diethylene glycol and 
the balance water. 

4. The ink of Claim 1 wherein said vehicle com- 
prises at least one pyrraiidone and the balance «a 
water. 

5. The ink of Claim 4 wherein said vehicle com- 
prises up to about 10 wt% 2-pyrrolidone and the 
balance water. 

6. The ink of Claim 1 comprising about 1 to 12 46 
wt% of a cationic or anionic dye. 

7. The ink of Claim 1 wherein said at least one oxo 
anion is selected from the group consisting of 
phosphates, polyphosphates, phosphate esters, ar- 
senate, moiybdate, sulfate, sulfite, and oxalate. so 

8. The ink of Claim 1 wherein said phosphate is In 
the form of dibasic, monobasic, or diphosphate 
anions- 

9. The mk of Claim 7 wherein said phosphate ester 

Is selected from thB group consisting of mono- £E 
organo and di-organo phosphate esters. 

10. The ink of claim 1 wherein said at least one 
oxo anion is present In an amount ranging from 
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Fig. 1. (Prior art) 
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